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optimum point, as decided by his standard curve or by the
maximal value of the tensile product, that the value for set at
this point was not constant. Data for seventy-four samples,
which represent a selection of the samples examined, are tabulated.
De Vries and Hellendoorn have found set to be directly related
to the inclination of the flat part of the stress-strain curve
(see p. 450).

Memmler x records some results obtained on a machine designed
by Martens by which a number of rings are stretched to a small
extension and allowed to retract repeatedly until they break;
the recording mechanism attached to each ring stopping auto-
matically when the ring breaks. Some of the results are shown
in the following table.

TABLE  CI

The material in each case consisted of Para rubber with 10 per cent, of

sulphur

fulfy cured


	Greatest elongation (per cent.) observed in each of three tests.
	Mean number of extensions and retractions before breaking in three parallel tests.

ider-cured .
 /er- cured   . /er- cured   ,
	87      87      87 86     86     86 86     86     86 86     86     86
	156,050 130,000 96,310 60,980

1 Rubber Industry, 1911, p-357-